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0 Bonding to metal surfaces. 



0 Metal surfaces have chemical species, e.g. bio- 
logically active water-soluble macromolecular sub- 
stances such as proteins, bonded thereto by means 
of an interposed coordinating polymer. The polymer 
has a first set of .functional groups bonded to the 
surface and a second set of functional groups bon- 
ded to the species; the groups of the first set are 
pendant from the polymer chain or form part thereof, 
each such group preferably containing an atom with 
^electrons for donation to the metal surface to form 
^the bond therewith. The metal may be a transition 
^ metal such as a Group 11 metal, e.g. Au or Ag, and, 
2 in the coordinating polymer, the sets may comprise 
Afunctional 'groups that are the same or different 
O chemically, e.g. the first set may comprise S-con- 



taining groups and the second set amino groups. A 
specific example of co-ordinating polymer that may 
Obe used is • a water soluble form of poly- 
Q^(lminoethene)N-dithiocarboxylate. Metal surfaces so 
UJ treated may be useful as biosensor materials such 
as in immunosensors. 
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Bonding to Metal Surfaces 



This invention relates to metal surfaces having 
Chemical species such as Wologica'ly act^^^^^^^^ 
stances bonded thereto by means of an interposed 
coordinating polymer. 

There is a need to attach biologically acfve 
substances to metal surfaces to give the surface 
some specific affinity, for example to make b osen- 
TmLals such as for use in the design of 

immunosensors. or in the production of -m- 
munogold reagents in agglutination ''"'"""^^^ 
or in immunohistoiogy. The present invention is 
concerned v»ith attaching such substances and oth- 
er chemical species to metal surfaces. 

in one aspect, the present Im/entton provides a 
metal surface having a chemical species bonded 
thereto by means of an interposed coordinabng 
polymer, the polymer having a first set of functional 
groups bonded to the surface and having a second 
set of functional groups bonded to the speaes. the 
groups of the first set being pendant from the 
polymer chain or fomiing part thereof, each such 
group preferably containing an atom with electrons 
for donation to the metal surface to form the bond 

therewith. . .. 

In a second aspect, the present invention pro- 
vides a method of bonding a chemical species to a 
metal surface comprising the steps of 

(i) bonding a coordinating polymer to a meta 
surface, the polymer having a first set of functional 
groups capable of bonding to the surface and hav- 
ing a second set of functional groups capable of 
bonding to the species, the groups of the first set 
being pendant from the polymer chain or forming 
part thereof, each such group preferably containing 
an atom with electrons for donaUon to the metal 
surface to form the bond therewith, and the second 
set being such that the groups thereof do not bond 
to the metal surface; and .... 

(ii) bonding the chemical species to the poly- 
mer via the second set of functional groups. 



It has been found that the present invention 
enables chemical species, e.g active chemical spe- 
cies such as biologically active substances, o be 
securely and permanently attached to metal sur- 
faces of artefacts. \Where the species is active, it is 
found that its activity may be retained: such ar- 
tefacts may therefore be used in the above-men- 
tioned applications. e.g. as components of biosen- 

^""^The species may be bonded directly or in- 
directly to the second set of functional groups. e.g. 
in the latter case it may be bonded via a linking 

'^^^Kamples of suitable metals in the practice of 



the invention are transition metals such as precious 
metals (e.g. Au. Ag and the Pt metals) and base 
metals (e.g. Cu. Fe. Ni and Cr). Metals of Group 1 
and 12 (formerly referred to as Groups 18 and IIB) 
5 of the Periodic Table are preferred. 

The coordinating polymer may be a homo- 
polymer or a copolymer; also it may be an 
oligomer. Preferably, there is little or no cross- 
linking in the polymer. The polymer may. for exam- 
,0 pie. be a polyimine or a polythiol. Also, the func- 
tional groups of the first set in tiie polymer may be 
chemically the same as or different from the func- 
tional groups of the second set. Where they a^ 
different, the groups of the first set may be S- 
,5 containing groups and the groups of the second ^t 
amino groups: a particular example of a coordinat- 
ing polymer having such groups is poly- 
(iminoethene)N-dithiocarboxylate. referred to herein 
for convenience as "PIED". ^ 
20 The first set of functional groups may bond to 
the metal surface by being chemisorbed thereon 
by means of a Kgand-metal interaction, wWch may 
be referred to as a ligating interaction, the bond 
formed possibly being covalent or having a signift- 
25 cant degree of covalent character. The polymer 
may form a film on ti^e metal surface. The stabihly 
of ttie bond between the metal surface and tiie 
polymer is enhanced by the "chelate" or polymer 
effect since each molecule of tiie polymer pos- 
30 sesses more than one functional group for bonding 
thereto. This effect particularly occurs in polymers 
having little or no cross-linking. 

The ability of ttie functional groups in the first 
set of functional groups to bond to the metal sur- 
35 face and ttie inability of the ftjnctional groups in me 
second set of functional groups to bond to the 
metal surface are influenced by thermodynamic, 
confom^ational and/or other factors such as the 
surface area of the metal and the total concentra- 
40 tion of functional groups in the first set on the 
polymer. Preferably, there are more functional 
groups in the first set than there are available sites 
for bonding on the metal surface. 

Usually, the functional groups of a particular 
45 set are chemically all tine same. However, ttnis need 
not necessarily be so. . , 

Where the species is an active chemical spe- 
cies the activity may be biological activity as in- 
dicated hereinbefore but is not necessarily so re- 
50 slricted. For example, the activity may be elec- 
trocatalytic or chromatographic. The species may 
be inactive, for example to provide an Inert surface 
layer over the metal. 

The chemical species may be molecular or 
atomic, and may be organic, organometallic or 
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inorganic. It may be charged or electrically neutral, 
or it may be a radical. Preferably, it is a biologically 
active substance comprising organic molecules, for 
example sensor molecules for use in immunosen- 
sing. Specific examples of such biologically active 
substances are water'SOluble macromolecular sub- 
stances such as proteins, e.g. antibodies, and affin- 
ity reagents. 

Clearly, the scope of the present Invention is 
limited by the ability of the constituent materials - 
the metal surface, the coordinating polymer and 
the chemical species - to form stable bonds with 
one another as required by the invention. Thus, 
experiments may have to be carried out to deter- 
mine whether particular combinations of constituent 
materials are suitable. For example, if the groups of 
the first set in the polymer are in the. polymer 
backbone, the polymer must have sufficient confor- 
mational flexibility to enable at least some of them 
to bond to the metal atoms or Ions at the metal 
surface. 

The coordinating polymer may be soluble or 
partially soluble in a solvent which does not react 
with the metal or any support thereof. Thus, the 
method of the present invention is conveniently 
carried out by, in step (I), contacting the surface 
with a solution of the coordinating polymer in such 
a solvent, for example in dilute (e.g. 1%) solution. 
Where the coordinating polymer is water-soluble, 
the solution may be aqueous. 

In the method, the groups of the first set bond 
to the metal surface and, where said groups are 
oxidisable, for example they comprise -SH, they 
are able to displace any thin layer of oxide or 
tarnish that may have formed thereon. PIED dis- 
solved in water was found to give a rapidly formed 
layer of significant electrical resistance over the 
metal surface. 

The following examples illustrate the invention: 
initials will be used from time to time to represent 
lengthy names as will be apparent in the text. 
Reference will be made to the accompanying draw- 
ing, the sole figure of which is a reaction scheme 
for bonding organic molecules to a metal surface 
according to the invention. In the examples, all 
components are in 0.1 M NaCI aqueous solution 
buffered with 0.1 M phosphate at pH 7. 



EXAMPLE 1 



Preparation of Coated Electrode 

A bare gold electrode (4 mm thickness) was 

contacted with an aqueous solution of poly- 
(iminoethene)N-dithiocarboxylate (PIED) for 10 min- 
utes. It is estimated that 1% of nitrogen-containing 



functional groups were present as N-dithiocarbox- 
ylate In this material. It should be noted that, with 
higher percentages, the polymer is essentially in- 
soluble. 

5 The electrode capacitance was measured over 

this period and was observed to fall substantially 
(from 96.0 uF/cm^ to 13.4 uF/cm^) thereby show- 
ing that the PIED had been sorbed on the elec- 
trode surface. 

10 The treated electrode was then reacted with 
biotin (a vitamin) using its N-hydrosucclnlmodo de- 
rivative (NHS-biotin). The reaction time was again 
10 minutes and a further fall in electrode capaci- 
tance was observed. 

?5 

Testing of Coated Electrode 

The electrode was treated with N-ethyl- 
20 maleimlde (NEM) to block any remaining amino 
groups on the PIED surface and finally treated with 
fluorescently labelled streptavidin which bonded 
strongly to the biotin. Fluorescence was detected 
at the electrode surface microscopically. 
25 Refenring to the figure, in the first reaction, the 

sulphur-containing groups in the PIED bind to the 
metal surface 1 leaving at least some of the amino 
groups free. In the second reaction, the free amino 
groups react with the biotin and in the third reac- 
30 tion, the biotin reacts with the streptavidin. The 
blocking of the remaining amino groups by NEM 
between the second and third reactions is not 
shown. 

36 

EXAMPLE 2 



Preparation of Coated Electrode 

40 

A gold electrode as used in Example 1 was 
contacted with a polythlol. a poly(thioethene) matrix 
containing a large number of thiol groups, for 10 
minutes. The electrode capacitance fell from 101.6 

45 ixF/cm^ to 17.28 uF/cm^ over that period as the 
polythlol became bound to the electrode surface 
via its thiol groups. 

The treated electrode was then reacted with 
succinimldyl-4-(N-malelmidomethyl)cyclohexane-l- 

50 carboxylate (SMCC) which reacted with remaining 
thiol groups In the bonded polythlol via its mal- 
eimide moiety. 

The electrode was next treated with rabbit IgG, 
the amine groups of which reacted with the suc- 

55 cinimidyl residue of the SMCC. 

Testing of Coated Electrode 
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The coated electrode was treated with bovine- 
serum albumen (BSA) and then anti-rabbit IgG. The 
BSA was used to prevent the antl-rafc)bit IgG from 
binding to unused SMCC. Reaction with the anti- 
body was shown by fluorescence microscopy. 



EXAMPLE 3 



(1) bonding a co-ordinating polymer to a met- 
al surface, the polymer having a first set of func- 
tional groups capable of bonding to the surface and 
having a second set of functional groups capable of 
bonding to the chemical species, the groups of the 
first set being pendant from the polymer chain or 
forming part thereof, the second set being such 
that the groups thereof do not bond to the metal 
surface; and 




means of a co-ordinating polymer. 



Claims 

1. A metal surface having a chemical species 
bonded thereto by means of an interposed poly- 
mer, characterised in that the polymer is a co- 
ordinating polymer having a first set of functional 30 
groups bonded to the surface and having a second 

set of functional groups bonded to the species, the 
groups of the first set being pendant from the 
polymer chain or forming part thereof. 

2. A metal surface according to claim 1 35 
wherein the metal Is a metal of Group » (formerly 

IB) of the Periodic Table. 

3. A metal surface according to either of the 
preceding claims wherein the coordinating polymer 

is a polyimine or a polythiol. ^ 

4. A metal surface according to any of the 
preceding claims wherein the groups of the first set 
are S-containing groups and the groups of the 
second set are amino groups. 

5. A metal surface according to claim 4 45 
wherein the coordinating polymer is poly- 
(iminoethene)N-dithiocarboxylate- 

6. A metal surface according to any of the 
preceding claims wherein the chemical species is a 
biologically active, water-soluble macromolecular so 
substance. 

7. A metal surface according to claim 6 
wherein the substance is a protein. 

8. A metal surface according to claim 7 
wherein the protein is an antibody. 56 

9. A method of bonding a chemical species to 
a metal surface, characterised by the steps of 
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